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ARTICLES REQUIRED FOR STANDARDISING THE
PERMANGANATE SOLUTION.

These articles should all be ready before beginning
to standardise.

A 30 or 50 -c.c. burette, graduated in one-
tenths ; burettes for permanganate solution must
have glass stopcocks.

An Erdrnann's float.

A burette stand.

Three clean, dry, 10-oz. conical or globular
flasks.

The standard solution, and

About 10 grammes of pure, dry Mohr's salt
or a few grammes of pure iron wire.

STANDARDISING THE PERMANGANATE SOLUTION
BY MOHR'S SALT.

Clean the burette, first with water and then with
some of the. standard permanganate solution.

Bun off", into a sink, the permanganate solution
used for cleaning the burette.

Fix the burette in the stand.

Nearly till the burette with standard permanganate
solution.

Put in the Erdmann's float and adjust to zero.

Weigh off accurately about 1*75 grammes of the
Mohr's salt, and note the weight taken.

Transfer to a clean, dry 300 c.c. (about 10-oz.)
conical or globular flask.

Add 100 c.c. of distilled water, to which about

